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MINISTRY OF FOREIGN TRADE AJND SGPrLY 
NOTIFICATION 

New De.hi, the 1st November 1969 

S-O. 4437. —Whereas the Central Government Is of opinion that, In exercise 
of the powsrs conferred by section 6 of the Export (Quality Control and Ins- 
pecticn) Act, tya.I (22 of 1963). the additional Item of Coir Loop mats should 
be subject to quality control and inspect.on pnor to export, besides the uems 
covered by the notification ot the Government ol India In the late Min stry 
of Commerce No. S.O. 3918, dated the 16th December, 1965 read with the notifica¬ 
tion No- S'O. 2779. dated the 1 Ith August. 1967, 

And whereas the Cenlial Government has foimulaled Iho propo.sals spect- 
fled below for the said purpose and has forwarded the same to the Export Ins¬ 
pection Council, ps required tv sub-rule (2) of rule 11 of the Export (C;-jahty 
Control and Inspeclkin) Rules 1964. 

Now. therefore. In pu suance of the said sub-rule, the Central Government 
hereby publishes the said proposals for the information of the public likely to 
be aflecled thereby. 

2. Notice Is hereby given that any person dsslring to forward any objections 
or sugge.^tlons with respect to the said proposal ma.y forwoid the same within 
thirty davs of the date of pu' licalion of this notlficatinn in the Official Gazette 
to the Ex''c“t ’■-'snecMon Council, "World T. ade Centre ’, 14/1-B, Ezra Street, 
7th floor, Calcutta—1- 
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Proposals 

(1) To notify that coir loop mats shall be subject to quality control and ins- 
pectjon prior to export; 

(2) To specify the inspection in accordance with the Export cf Coir Products 
Inspection Rules, 1965, as amended by the draft Export of Coir Products (Ins¬ 
pection) Amendment Rules, 1969, set out in Annexure I to this notification as 
the type of inspection which will be applied to such coir products; 

(3) To recognise-- 

(a) the speciflcatioirs foi the said coir loop mats as set out in Annexure II 

to this notification; 

(b) the specifications, as declared by the exporter provided that such speci¬ 

fications do not fall be'ow the minimum prescribed for the lowest 
quality of the corresponding coir loop mats specified in the said 
Annexure; and 

(c) the speciflcatlons which do rrot Sail under clause (a) or tb) but formu¬ 

lated by a panel of experts appointed by the Export Inspection 
Council for the purpose of exomlninB and appinving the samples 
submitted by the exporter; 

(4) To prohibit the export in the course of international trade of coir pro¬ 
ducts unless the same is accompanied by a certificate issued- by any one of tho 
Export Inspection Agencies recognised under section 7 of the Export (Quality 
Control and Inspection) Act, 1003 (22 of 1063) to lb® efleet that the coir products 
conform to the specification recognised in Annexure 11 to this notification. 

3. Nothing in this notification shall apply to the export by land, sea or all¬ 
ot samples of the aforesaid coir products to prospective buyers, 

Annexure I 

Draft Export of Coir Products (Inspection) Amendment Rules; 1969. 

In the Export of Coir Products (Inflection) Rules, 1905, In rule 2, in Sub- 
deutie (1) of clause (2), after item (d), the following item shall be added, namely : 
"(a) Loop”. 


Annexure (I 

Specification tor coir Loop Mats— 

1. general REQUIREMENTS 

1.1. The mats shall be firmly and evenly woven. 

1.2. The mats may be supplied plain or dyed or with simple designs as may 
tie specified by the purchaser. 

1 . 3 . The mats shall be free from extraneous matter and salt. 

2. SPECIFIC REQUIREMENTS 

2,1. Construction .—The mats shall conform to the constructional details given 
in the Table below: 
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Quail- Tight Scotage Binding Scorage Loop Scoiage Rows Scotagc Gooslruc- Ends Rows Min. Weight m 

ty No. Ctain Chain Cham tion Min. Per Per Per - 

Per ft. dm ft. Kg/m* Or/fr* 
dm 
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RLi 

Vycome 

Vycome 

Aratory 

12 Vycome 

Loop mats 

lO 

29 

n 

32 

4-25 

14 

RL2 

Vycome 

Vycome 

Aratory 

12 Vycome 

Loop mats 

10 

29 

I r 

32 

3-65 

12 

RL3 

Vycome 

Vycome 

Aratory 

12 Beach/ 
Kallai 

LoopmalB 

10 

29 
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32 
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12 

RL4 

Vycome 

Vycome 

Aratory 

13 Vycome 

.. Loop mats 
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2S 
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32 
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2.2. Dimensions. —The dlir.ensions of the mats shall be as specllled by the pur¬ 
chaser. Unless specially agreed otherwsie, a to erance or it id mm tor liau men) 
In dimensions shall be permissible. 

2.3. EiirlJ.—The minimum number of ends per decimetre (or foot) of (he 
mats listed in Table shall be in accordance with the ajipUcabla requiiements o£ 
the Table. 

2.4. Weight. —The weight per square metre (or square foot) ot loop mats 

■hall be in accordance with the Table. A tolerance ± 5 per cent on the weight 

(hall be permitted. 

3. PACKING 

3.1. The mats shall be packed as agreed to between the purchaser and the 
■upplier. 

3-3. Each package shall be marked with the following particulars namely : 

(a) Name of material; 

(b) Size; 

(c) Number of mats packed In each package; 

(d) Code number of the exporter; 

(e) Gross weight; and 

(f) Name, Initials, trade mturk, or any other Identification mark of the 

exporter. 

[No. r. 60(0)/Exp.Ins**/07.1 
P. K SAMAL, Jt. Secy. 
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